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Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
December 1, 1886 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in Sept., 1886: 







































































Denomination | No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 

S.S. Dollars 178 411 50 0 899.9 
180 412 64 0 899.8 
183 413 06 ir 900.0 
185 413 00 0 900.3 
188 411 80 0 900.4 
191 413 Za. 0 899.6 
196 413 10 ite 900.3 
198 412 90 0 899.6 
201 412 a3 0 899.8 
203 413 02 if. 899.9 
206 412 74 tr. 900.0 
209 412 96 it 899.8 

Average 412.705 

weight 

“ fineness 899.950 

W.P. Lauren 


Assayer. 
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Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
December 1, 1886 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in Sept., 1886: 



























































Denomination | No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes 181 38 78 trace 899 3 
38 20 
38 73 
39 38 
38 80 
38 68 
38 48 
37 30 
38 88 
39 66 
Average 38 689 
weight 
W.P. Lauren 


Assayer. 
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Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
December 1, 1886 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in Sept., 1886: 



























































Denomination | No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes 186 38 69 trace 899.6 
38 84 
38 72 
38 68 
38 57 
38 ot 
a7 93 
38 68 
38 65 
38 51 
Average 38 564 
weight 
W.P. Lauren 


Assayer. 
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Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
December 1, 1886 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in Sept., 1886: 



























































Denomination | No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes 194 38 38 trace 8995 
38 78 
38 fe! 
38 4] 
38 83 
38 68 
38 63 
38 57 
38 85 
38 34 
Average 38 624 
weight 
W.P. Lauren 


Assayer. 
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Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
December 1, 1886 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in Sept., 1886: 



























































Denomination | No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes 200 38 58 trace 899.9 
38 D2, 
38 23 
38 63 
38 a9 
38 49 
38 13 
38 i> 
39 03 
38 28 
Average 38 463 
weight 
W.P. Lauren 


Assayer. 
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Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
December 1, 1886 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in Sept., 1886: 



























































Denomination | No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes 208 38 a} trace 899.8 
38 82 
39 20 
38 75 
38 iS 
38 34 
38 ZS 
38 60 
39 05 
38 68 
Average 38 681 
weight 
W.P. Lauren 


Assayer. 





